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CONCENTRATION.
Fig. 17.—Thermal Equilibrium Curve of Gold and Bismuth.
containing 0-2 per cent, of bismuth the thickness of the joints between the crystals was 2-5 ^ (0-0025 mm.). On annealing at 200° to 250°, the large grains were subdivided into small polyhedral grains.gold alloys.
